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© This invention relates to a process for combining 
a low melting binder fiber with a continuous filament 
base yarn to form a composite yarn having good 
bulk and a high level of interlace. More particularly, 
the process involves bulking a continuous filament 
yarn, combining it with the low-melting binder fiber, 
interlacing the combined yarn, and then fixing the 
interlace. 
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TECHNICAL FIELD 



ino ^ !T °" re ' ateS t0 3 P rocess for Produc- 
Sh= ' ' nterlaCed yamS containina 'ow-melting 
fit 6rS - M ° re s P ecifica »y. invention per 
terns to a method for introducing low-melting fila- 
ments into a high-speed running threadline of 
twl nn COntmuous fi,ame "t y^n and interlacing the 
hvo components to achieve a high degree of inter- 
mmgling without a tight nodal structure or loop[- 
nsss. 

BACKGROUND OF THE INVENTION 

The use of heat-activated binder fibers in car- 

S?L^ mS t0 imPTOVe refention of tuft id entity, re- 
sults in mcreased wear resistance and carpet life 

3*3? o?-r'' n the PUb "' Sned ? atent applications 

2205m 7^° f 703969 and Watt & "-ler GB 

teach ZtH ^, PUb ' iShed applications 

teach that bulked continuous filament (BCF) yarns 

be oZV°:' meKn9 «' a --t ( yarns may 

USI "9 conventional manufacturing 

to whet bU I d ° " 0t diSC ' 0Se or **• examples as 
to where ,n the process or how the binder foment 
>s incorporated into and intermingled with the base 
continuous filament yarn. 

l ou JT h « dS SU99ested *>y th « Prior art have var- 

TtS»J^*Mm^,mm^^^ 

tuftinn'T' d t0 f th8r the ^ mi » P^r to 
uft.ng however this will lead to binding of individ- 

ea!h P ' » f her than b ' ndin 9 *« fi,am ents w thfn 
each tuft An additional disadvantage of using th s 
method ,s that the fiber produce" is unab te to 

s7n c r,H qUa "' ty ° f tUft b ° ndina in tne carpet 
Tents h n^ P :° CeSSf0r incor P° ratin 9 the binder fL 
ments m the yarn is carried out in the carpet mill A 
further drawback of this method is that wheT he 
bmder filaments are twisted together with Z BCF 
ZIh I ^ fi ' amentS are essentia "y wrapped 

2?nf J T re heatSet with moist ^at as in a 
Superba heat-setting apparatus (where typicaUy 6- 

24 t wist d nds are heatset s ™ y* 

a"Ts 9 ed) e L° r T aUt ° C,aVe (Wh6re yam ^ 
Z , k? } L endS may sBck tether to an unac- 
ceptable degree. Such sticking can be a partner 

b TZ 1 3 Superba process as the »~ ^ to 

together. ^ the bund,es are stuck 

The binder filaments may also be added prior 
to drawmg the base continuous yarn and the Jo 
yarns co-bulked and interlaced in a process slZ 

4 6 S w i0 ° e H0Witt ' U S - Patent 
rZ, t u However ' in this case the binder fiber 
melts on the hot rolls, and the process becomes 
moperable. Although the temperature of the ho t 
rolls may be reduced to avoid melting of the binder 



teined!" SUCh 6Vent inade£,Uate car ? et bulk ob- 

the ^hTaL 0 ^" iS ! ° add the binder fiber a «er 
the heated draw rolls but before the 

bat!™ nter ' aCin9 iet " H ° Wever - residua ' helt in he 

heat £l T V ° ff the heated *™ «* ^d the 
heat n the bulking fluid used in the jet may be 

ca U useTto°b SOf ? n *" *» binder «^ ™ 
cause it to break intermittently along the length of 

menff 6 C ° n,inU0US fi ' ament broken fila 

areas of both the BCF machine and the twistina 

reduced to eliminate breaks, but this tends to result 

binl SU rH' ent bU ' k - Y6t a " 0ther is to add th" 

bmder fibers to the continuous filament yarn after « 

s™BCF h ^ bu,kinQ ^-n 9 ierHoS 
since the BCF yam .s well-interlaced at this ooint it 

- the" BC^d e h t0 H aChieVe ° P * num -terXtg o 
mL ? f " der fi,aments - This re sults in *la- 
'"^-stream mil, operations such 1 
twisting, kn.t-de-kn,t processing, or tufting. 

comIs e the r °Z S ° f ^ CUrrSnt fnvention °ver- 
2S J above-mentioned problems by incor- 

m.n J" 9 bmder fiberS int ° 3 base continuous «la- 
Z n yam *" 3 mamer which max irnizes the bl 
and degree of intermingling of the two components 

component. A further advantage of the orespnt 

Zds " in "* ^ Pr0C6SS ^ be - a * hTh 
speeds, in excess of 2000 yd/minute fl82Q 

m/m,nute, with -excel.ent bulk and" interne in the 
final two-component yarn. 



35 SUMMARY OF THE INVENTION 



oroducLT 688 ° f the PreS6nt invention Solves 
producing a composite yam having a hiqh level of 

"0 a bulking a continuous filament yarn- 

b) combining a low-melting binder yarn with the 
bulked yarn to form a composite yarn- 

tlrSf'^ C ° mp0Site yarn at a tempera- 
.s Ind b6,0W the me ' tin 9 P° int °t the binder yarn; 

d) fixing the interlace of the composite yam 

varnft^ * l*™* conii ™™ filament base 
yams for use m this process are those spun from 
polymers such as nylon 6. ny | 0 n 66 1 
5 ° propylene, and polyester. The low melting binder 

o^TheTolv^t ma f de US,n9 rand ° m £££ 
or the polymer type found in tR? base yams and 

are chosen such that the binder fibers^elt^S 
temperatures used for heatsetting carpet Ms bv 
« conventional techniques. Such heat-setti„g tem- 
peratures are typically about 130-140 ? C for 

190-205 C for Suessen dry heat-setting. 
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BRIEF DESCRIPTION OF THE FIGURES 

FIG. 1 is a schematic of a preferred process of 
this invention. 

FIG. 2 is a schematic of a process in which the 
continuous filament base fiber and the low-meiting 
binder filaments are co-bulked and interlaced as in 
a conventional process. 

FIG. 3 is a schematic of a process in which the 
continuous filament base fiber and the low-melting 
binder filaments are interlaced without fixing the 
interlace. 

DETAILED DESCRIPTION OF THE PREFERRED 
EMBODIMENT 

The bulking step of this process involves 
crimping or otherwise adding texture to the fila- 
ments of the continuous yarn bundle in order to 
form a bulked yarn having little or no interlace. 
Bulking processes of this general type are dis- 
closed in Breen and Lauterbach, U.S. Patent No. 
3,854,177, whose disclosure is incorporated herein 
by reference. Interlace is to be minimized in order 
to more effectively combine and then, at a later 
stage, interlace together the filaments of the con- 
tinuous base yarn with those of the low-melting 
binder fiber. The bulking step is most effectively 
performed immediately following drawing of the 
freshly-spun continuous filament yarn. When a hot- 
draw process is used, the yarn will be heated 
during drawing, and the elevated temperature will 
assist in imparting adequate bulk to the fiber. It has 
been found that an effective amount of bulk can be 
added to the yarn with little or no interlace by 
impinging the yarn with a fluid stream within a 
single-impingement bulking jet. A particularly useful 
jet of this type is the dual-impingement jet de- 
scribed in Coon, U.S. Patent No. 3,525,134, the 
disclosure of which is herein incorporated by refer- 
ence, where one of the fluid orifices has been 
plugged, rendering it inoperative. When such a jet 
is used, the bulk developed in the jet should be set 
as further described below. 

The bulked continuous filament base yarn is 
then combined with the low-melting binder fiber 
using conventional methods, and the composite 
yarn is then interlaced. As used herein the term 
interlacing refers to extensive entanglement or 
comingling of the filaments which make up the 
yarn bundle. Accordingly, the interlacing step of 
this invention should effectively comingle the fila- 
ments of the bulked base yarn with those of the 
low-melting binder fiber. This can be accomplished 
using conventional interlacing methods, such as 
impinging the yarn with multiple fluid streams in a 
multiple-impingement jet. The dual-impingement 
jets described in Coon (without the plugging modi- 



fication described for the bulking step above) are 
particularly useful. 

It is important that the interlace in the compos- 
ite yarn be fixed. The term "fixing" as used herein 
5 refers to the process of reducing the tension on the 
freshly interlaced composite yarn to a virtually 
tension-less state or otherwise establishing the de- 
gree of interlace in the composite yarn so that it is 
not later pulled out when the yam is placed under 
w normal tension. One method for fixing the interlace 
is to forward the interlaced composite yarn onto a 
movable surface such as a rotating drum where the 
yarn is allowed to rest in a substantially tension- 
free state in the form of a bulky "caterpillar", 
75 thereby fixing the interlace and setting the bulk. If 
interlaced at elevated temperatures, the yarn can 
also be cooled during this step. The surface of the 
drum may consist of a perforated plate or mesh 
screen, and a partial vacuum can be/ applied 
20 through the plate or screen to hold the yarn to the 
surface and provide for rapid cooling. 

Referring to FIG. 1 continuous filament base 
yarn 1 1 is spun, drawn, and heated using methods 
well known in the art and forwarded while still in a 
25 heated condition into a single-impingement bulking 
jet 12 where it is treated with a single hot fluid 
stream having sufficient temperature and pressure 
so as to crimp the yarn without significant interlac- 
ing. The crimped yarn exits the jet 12 and im- 
30 pinges upon a drum 13 which is rotating in the 
direction shown by the arrow. The drum has a 
perforated surface (not shown) such as a screen on 
which the yarn cools to set the crimp. The jet to 
screen clearance is in the range of 0.045 ± 0.01 in. 
35 (0.11 ± 0.025 cm). A partial vacuum may also be 
applied to the yarn to hold it to the perforated 
surface and help cool the yarn. While on the drum 
the yarn is in the form of a bulky caterpillar des- 
ignated by the bold line 14. Preferably, a water 
40 mist quench (not shown) is applied to the caterpil- 
lar while it is on the drum to further help cool the 
yarn. From the drum, the threadline passes under 
stationary guide pin 1 5 and over another stationary 
guide pin 16, where the low-melting binder yarn 17 
45 is added to the threadline. 

The combined yarn 20 then passes around a 
motor driven auxiliary roil 18 and associated sepa- 
rator roll 19 in several wraps which provides the 
same speed and tension for both the base yarn 
so and the low-melting binder filaments prior to inter- 
lacing so that the resulting interlaced yarn is 
smooth in appearance without any-puckering. The 
speed of the auxiliary roll 18 is adjusted to maintain* 
the caterpillar 14 at the desired length to ade- 
55 quately set the bulk. 

The combined yarn 20 passes over a pair of 
guide pins 21 and 22 which can be stationary pins 
or more preferably, rotating pins, and is forwarded 
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■nto a dual or multiple-impingement jet 23 where it 
re treated with multiple fluid streams which are 
oriented in such a manner and of sufficient tem- 
perature and pressure so as to effectively interlace 
the filaments. In contrast to the single impingement s 
jet which crimps or bulks the continuous filament 
yarn, yet does not significantly interlace it im- 
pingement by two (or more) fluid streams in the 
dual (or multiple) impingement jet causes substan- 
tial filament intermingling and entanglement, result- 10 
ing in the desired high level of interlace. 

In order to avoid filament breaks, the tempera- 
ture of the fluid streams in the jet 23 should be 
such that the composite yarn is not heated to a 
temperature above the softening point of the low- , 5 
melting binder filaments. The entangled composite 
yarn ex.ts the jet 23 and the interlace is fixed by 
•mpingmg the yarn at low tension against a moving 
perforated surface such as that of rotating 
screened drum 13 to form a second caterpillar 14' 20 
A partial vacuum may also be applied to this cat- 
erpillar to hold it to the surface of the drum and 
assist in cooling. As with the bulked caterpillar 14 
a mist quench may also be used for cooling Al- 
though it is preferred to interlace the combined 2S 
yarn using the same chest and drum as used in 
the original bulking step, alternatively a second 
chest and drum may be used for this purpose 

When using an interlace jet of the type de- 
scribed in Coon, interlacing is inadequate if the 30 
dual impingement jet 23 is replaced with a single 
impingement jet or if drum 13 or some other suit- 
able means is not used to fix the interlace. From 
the drum, the yarn which is now interlaced (ie 
possesses a high degree of filament entanglement) 3S 
as wen as bulked passes under guide pin 15 to the 
take-up roll 24 and its associated separator roll 25 
the speed of which controls the length of the cat- 
erp.llar 14', and then to wind-up 26 (not shown) 
where it ,s wound in the desired package configu- «, 

nnJT^ SitB yamS made by this P roces * ^hibit 
good bulk and interlace and can be heat-set in 
Superba (or other types of) moist heat-setting 
equipment without an unacceptable number of line 4S 
stoppages caused by filaments sticking to one an- 
otiier as described in the Background section 
above. When tufted into carpets following heat- 
setting, the carpets exhibit excellent tuft tip defini- 
tion and good wear retention. 

50 



Bo t n» SPeed ' 80 " 5 9 tri PP in 9 force. 
Both melting point and softening point were deter- 
mined using Differential Scanning Calorimetry. 

by weS S 0therWiSS indiCat6d ' a " percenta 9 e * are 
EXAMPLES 1 



TEST METHODS 

The degree of interlacing in the composite 
binder/base filament yarns described below was 
determined using the APOC method described in 
Hrtt U.S. Patent No. 3,290.932. The specific test 
conditions used were 30 t 5 g yarn tension. 318 
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ina to » h rr P demonstrates a process accord- 

aLll mVenti ° n - Po, y"^ethylene 

ad.pam.de having a relative viscosity of 62 were 
melt spun (35 Ib/hr, 80 filaments, Trilobal cross! 
section) at 290 C into a quench chimney where 

m 3 /m n) was blown past the extruded filaments 
The filaments were pulled through the quench zone 
and over a lubricating finish.roll by means ofa feed 
roll rotating at 761 yd/min (696 m/min). The la- 
ments were drawn at a 3.0 draw ratio on draw rolfs 
heated to 215 *C which were rotating aTS 
ydj«n (2088 m/min) and enclosed in a hot chest 
? ?T d6d int ° 3 s ^' e --P'ngement e S 
sent J t0 the dua| - ir "Pin9ement jet de- 

scribed in Coon. U.S. Patent No. 3.525,134 excent 

no a De ° r n a r f tf r' r orifices was p, ^ ed - -X 

ui<iirai«^5 c and a pressure of 110 ± 
5 ps. in the single-imping,^ jet and exited the 
jet to imprnge upon a 15 inch "(38 cm) screened 
drurr . rotating at 60 rpm. To aid !n the cL^g and 
to obtain a stable caterpillar, a vacuum of approxi- 
mately 15 inches of water (3.74 kPa) was puSed on 
the drum and a room-temperature water mist 

STTnT? aPP ' ied *° the Caterpil,ar on tne dmm 
fTl^n ^ W3S then COmbined w " h a binder 

of a random copolymer of 36% nylon 6 and 64% 

about 84 ( "£ fi h C fn * and ^ 
Z^J i the combined yams were for- 

T a " aux,,iary r °" Which was rot a«ng 
a 2045 yd/mm (1870 m/min) and over rotating 

guide pms into a dual-impingement bulking jet of 

nte r rj ? SC ZT C ° 0n in Which the ya ™ were 
interlaced and further bulked using hot air at 180 

C and a pressure of 110 ± 5 psi. The combined 
intermingled yarn exited the jet and impinged upon 
he rotatmg screen drum as described above to 
form a tension-free second caterpillar wherein the 
ETThT fiX6d ^ th9 yam W3S co °'^. It was 
on rT? ar ° Und 3 Stati0nary P' n by a take-up 

] the " WOUnd ^ t0 fo ™ Pack- 

3 1472 SET Tl Vam h3d 3 n >° mi "a' ^325 denieV 

^ JlolT f h ' 9h d69ree °* inter,ac e and bulk 
with an APDC value of 5.3 cm. 

COMPARATIVE EXAMPLES A 
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This example describes a process, shown 
schematically in Fig. 2, in which the base yarn 31 
and the binder filaments 33 are co-bulked and 
intermingled in a single step in a dual-impingement 
jet 32 to demonstrate the disadvantages of such an 
approach versus the current invention. The process 
conditions were identical to those used above ex- 
cept that the single-impingement jet was elimi- 
nated. The random copolymer binder yarn 33 was 
run over and wrapped around the auxiliary roll 34 
and its associated separator roll 35 to ensure con- 
stant speed, then combined with the base nylon 
6,6 continuous filament yarn 31 as it exited the hot 
chest, but before entering the dual-impingement jet 
32. The combined yarn was bulked and intermin- 
gled in the dual-impingement jet by hot air at 225 
* C. Exiting the jet in the form of caterpillar 38 t the 
yarn was cooled and the crimp set while on rotat- 
ing screened drum 39 before passing over pin 40 
to take-up rolls 41 and 42 which led to wind-up 43 
(not shown). Due to the low melting point (201 ° C 
in air), the binder filaments became tacky and 
broke during bulking. The broken ends were visible 
on the package and in photographs taken of the 
yarn after bulking. The bulked yarn had an APDC 
value of 2.2 cm, which would normally be indicative 
of a high level of interlace; however in this instance 
examination of the yarn indicated that the low 
APDC value was not related to a high interlace 
level, but rather was due to fusion of the filaments 
by the melted binder filaments. 

COMPARATIVE EXAMPLES B 

This example demonstrates the need for using 
the rotating screened drum (or similar equipment to 
provide a tension-free state) following the dual- 
impingement jet in order to achieve acceptable 
interlace. The process is shown schematically in 
Fig. 3. Process conditions were identical to those 
used in Example 1 with continuous filament nylon 
6,6 yarn 51 passing from the hot chest to single 
impingement jet 52, exiting to form a caterpillar 54 
which was cooled on rotating screen drum 53, after 
which it passed around guide pin 55 to guide pin 
56 where it was combined with low melting 
copolymer binder yarn 57, the speed and tension 
of which were controlled using auxiliary roll 58 and 
associated separator roll 59. In this example, how- 
ever, the dual-impingement jet 60 was located out- 
side of the bulking chest and had no screened 
drum associated with it so that the yarn formed a 
rooster tail 61 upon exiting jet 60 and before going 
to the take-up rolls 62 and 63 and on to wind-up 
64. While the binder yarn exhibited no breaks and 
was continuous throughout the resulting BCF bun- 
dle, it was not well interlaced with the base yarn 
and formed loops which were easily separated 



from the base yarn filaments. The low degree of 
interlace is reflected in the APDC value of 13.2 cm. 

Claims 

5 

1. A process for producing a bulked, interlaced 
composite yarn comprising the steps of: 

a) bulking a continuous filament yarn; 

b) combining a low-melting binder yarn with 
io the bulked yam to form a composite yarn; 

c) interlacing the composite yarn at a tem- 
perature below the melting point of the 
binder yarn; and 

d) fixing the interlace of the composite yarn. 

75 

2. The process of claim 1 wherein the continuous 
filament yarn is made using a polymer se- 
lected from the group consisting of nylon 6,6, 
nylon 6, polyethylene terephthalate, and poly- 

20 propylene. 

3. The process of claim 2 wherein the low melt- 
ing binder fiber is made using a random 
copolymer of the polymer from which the con- 

25 tinuous fiber is made. 

4. The process of claim 3 wherein the continuous 
filament yarn is made using nylon 6,6 and the 
low-melting binder fiber ^ is a random 

30 copolymer of nylon 6 and nylon 6,6. 
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FIG. 3 
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© This invention relates to a process for combining 
a low melting binder fiber (17) with a continuous 
filament base yarn (11) to form a composite yarn 
(20) having good bulk and a high level of interlace. 
More particularly, the process involves bulking a 
continuous filament yarn (11), combining it with the 
low-melting binder fiber (17), interlacing the com- 
bined yarn, and then fixing the interlace. 




CL 
LL1 



FIG J 



Rank Xerox (UK) Business Services 



J 



European 
Patent Office 



EUROPEAN SEARCH 
REPORT 



DOCUMENTS CONSIDERED TO BE RELEVANT 



Application Number 



EP 91 10 2933 



Category 




The present search report has been drawn up for all claims 



Place of search 
The Hague 



CATEGORY OF CITED DOCUMENTS 
X : particularly relevant If taken alone 
Y : particularly relevant If combined with another 

document of the same catagory 
A : technological background 
O: non-written disclosure 
P : Intermediate document 
T : theory or principle underlying the Invention 



&: document ^ Pat6nt fam " y * corres P° na W 



